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PROCESSES

Soldering
Truing

Ring
Making

Ball
Making
p. 120
Polishing
p. 71

Cutting

Solder the joints.

Tap the rings lightly on a round mandrel and

surface plate to true.

Fine silver wire 26-gauge.
Make six half rings.

Make one large ball to fit the center ring.
Make six small balls to fit between the domes.

Hold the large ball in a shellac stick.

Polish with a felt buffing wheel and tripoli to

make smooth.

Fine silver wire 22-gauge.

Cut two lengths of wire 1^ inches.

Make a small hook on the end of each with

round nose pliers.

ASSEMBLING PARTS OF THE
ORNAMENT

Binding                 Bind the large dome on the large ring.

Soldering              Solder in place.

Solder the six small rings around the medium

si2ed ring to form a motif.

Shaping                 Dome the motif by pressing it in the dapping

the                        die to fit the large dome.

Motif

Binding                 Bind the motif to the large dome.

Soldering               Solder together.

Piercing                 Pierce the inside of the large dome inside the

p. 35                    center ring.